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PROCESSES

Cleaning
Waxing '

Transferring
the

Pattern
to the
Metal

letting
he Blade
n the

Rub the metal to be used for the article with

dry pumice powder.

Warm the metal and melt a small amount of

beeswax on the surface; only a thin film of wax

should remain on the surface.

Let the metal cool until the wax sets.

Place the tracing so the pencil lines of the traced

design touch the waxed surface.

Hold the tracing paper firmly.

Rub the tracing paper with a burnisher or any

small tool with a smooth surface.

Remove the tracing paper; an exact pattern

should be transferred on the surface of the wax.

Scratch the transferred design with a scratch

awl through the wax into the metal.

Warm the metal and remove the wax from the

metal with a soft cloth.

The position of the worker for sawing should

be as follows: the shoulder about three inches

above the bench pin and the right arm in line

with the V of the bench pin.

Place the upper arm of the saw frame in the V

of the bench pin.

Hold the handle of the frame against the body

as shown in Fig. 8.

Fasten the blade in the jaw of the saw frame

nearest the handle; the teeth must point away

from the saw frame and down toward the

handle.

Press the saw frame thus held to shorten the

span about one-fourth inch.

Place the loose end of the saw blade in the

upper jaw of the saw frame; tighten the thumb

screw.